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PREBACE. 
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The present werk hard'y needs a pre- 
face. The object is tolearn people to ma- 
ke paper mache baskets at home. The mat- 
erials. and applavces used are few, and 
thesecan Le obtained for a small sum, 
Making the paper mache is easily learned 
Hf you follow the directions. carefully, 
which are wiven in this book. L also give 
directions: How to take leaf photographs. 
aiso: How to collect turtle. and tortotse 
shells. The makine of reed baskets has 
daring the hist few vears attracted a great 
deal ofattention.therefore TE publish this 
book, thinking that making baskets of 
paper mache will also attract attention, 


THE AUTHOR. 


HOW TO MAKE 
PAPER MACHE BASKETS. 


OMe. Despair, Shy Gla ati. 
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@ PART ONE ® 


™ he making of paper aes eek ?s 
Pisa very interesting ait, for beth 
@ Leys, and girls. Oder perp'e also 
meee Ee CV to mnake baskets. You ca. 
“oe the baskets, either fer your own use, 
orelve se"! yourware to your fends ata 
wood prefit. Various peces can |e made 
such as Peu maeegiuianre eval, tlatoMay lie 
kets, Sinp’e Laskets, ete. Various Lecks 
have }eed pul Fohed during the last 1¢ W 
veus on Pyrography, Needle wok ec. 
the purpose being to learn clildren to de- 
vote their know ledge to certain 1‘ cresting 
arts. Making paper mache Laske.-. vou 
wil! find to be an interesting art. 
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¥ TOOLS REQUIRED. & 


The tools required are not many and not 
ay expensive,enabling any boy or girl to 
buy them forasmallsum. The first article 
or rai her moid,ycu will need is a coffee cup 
or tea cup,round inside and about 34 inn 
d ameter ac: os: the top. Th’s will cost yeu 
abent 10 or 15 cents at all stores. The next 
artiele yeu will need is asinall postal seale 
we'ghing up to about Lib. This will cost 
youakeut $1.00. Any other scale that 
weighs Ly oz.up to lbs. will answer the pur- 
pose very well. Next precure® large com- 
mon table spoonsLoth wonld cost only a 
few cents. Preeure asmal! clue pot which 
would costonly about 60 ceuts. A ecm— 
mon quart tin can.can te used but a gelee 
vot is preferable. You will alxo need a pct 
craquart tin ean and akeut 6 weeden Lut- 
ser dishes the kind which the steres Give 
away witheach poundof Lutter or lard. 
hey areoval shaped and made ef very 
thinweed. Thevean be chtained aimer* 
2or nothing, at a butcher shep. Yeu wil 
also need acommen prcket knife, havin 
one blade, w hich can ke obtained af a hara- 
ware store for about 25 cents. A paint 
“rush, whch would cost about 15 cents, 
and 2 (. ocd) flat file, abont 6 in. in length 


tc 
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ev heeieweiat ¢ ost abeut 1 couts. A fue 
“bout afoot long will also come handy. 
You will also need a 2 burner oil stove, if 
yon have no other way to boil your glue, 
vid paper pulp. You willatso need a stick 
of wood about 7 in. long, perfectly round, 
vida little bit larger than an extra large 
peared. With your knife. split stek length 
wise, inmiddle. The above tools are “all 
that are required to make simple baskets. 

THE MATERIALS NEEDED. Plaster 
paris, about |b. price, ® cents. Common 
wrapping paper, Ww hite, rather thin | sheet 
vbout3 ft. ly 2 ft. Glue, common cabinet 
aaker’s, pree 5 cents. A large can of 
water, and 2 small cans of carriage mixed 
paint, brown, and green are very pretty. 
You willalso need 5 cents worth of linseed 
il, 5 ets. worth of gun shellac, and .05 
worth of woed a’echol. HOW TO 
WAKE A SIMPLE BASKET. Cut the 
wrapping paper insmall pieces with the 
mcket kiife, and put the pieces in the 
oot, ort n cr and pour water on, and set 

mn oil, or cook stove, and Loil thoroughly 

the smaller the bits of paper are, the 
“ner the pu'p becomes) for about 1] halt 
luv. add wa‘er when it becomes low to 
revert the paper from burning, stirring 


Q 
oe Lo make |rafrer mache baskets. 


now. and thea, and beating the paper very 
hard with a stick, so that it becomes very 
fine. (the finer the paper pulp is, the bet- 
rer work ern be done.) When perfectly 
fone, and free from lumps, remove from 
stove, and let coo’. Arrange your tools, 
and materials on work bench as tollows: 
On one end of your bench have your tools. 
On otherendof bench have your materi- 
als, and in middle of bench have vour scale 
io weigh your materials. Set one butter 
dish jn frentof seale, this is your mixing 
pan. Have your butter dishes numbered 
from 1 to 5, with pen, and ink, on outside 
of dish. Putin your glue pot, or your 
quart tin can, nearly one 0%. of dry glue, 
and about 4 full of water. Let glue soak in 
water about one hour, or until dissoveled. 
Next set on stove, and stir constantly with 
astick to prevent glue from burning if you 
ise ne OmmUGepenue pot sO 
imuch stirring is not necessary. 

Let the glue boil about ten minutes, then 
remove fromm fre. 

Use the glue hot. Fora basket, which fits 
in your cofiee, or tea cup, 31 in. in diam- 
eter ac.oss the toprenemp measure the 
following with your scale. | 
Plaster paris, dry, four 0Z., | av. | 
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Hot eve, erough until the mixture is 
wbout like bitter. (which would be about 
six table spoons full) 

Wet paper pulp, twooz., or one half oz. 
dry paper pulp, and one, and one half ov. 
water. Weigh the above with your scale 
using a differnt butter dish for exch mater- 
ial. Having weighed all, put two oz. of 
pa ter paris in your mixing pan. 

Pataliol the paper pulpin mixing pan also 
wad add one, and one half table spoons full 
of hot gine. Kaead, and mix the mixture 
thorough’ y wi-l your hands. 

Next put imyonr pan the remainder of 
your plaster paris. aad remainder of glue. 
Noeadit theroughly, untilit Lecomes soft 
like butter, free fromany lumps. Follow 
the above directions carefully, and you can 
not fail. Whendone, all with butter dish 
should weigh 8 oz. Fine paper mache 
shou'd st'ck fast to the surface ofa p'aned 
board when you rub a bit on it Ly firm 
pressure ofthe fnger. Whea the paper 
mache ts to lumpy to work well lay it upon 
asmooth beard,and pound it up fine with 
ahammer. The paper mache should be 
used as <oon as possible after itis made. 

If you wish to keep it fora day, or longer, 
wrap it up in several thicknesses of wet. 
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room, vot in the sun. To paint cup use 
about 402%. shellac, and about a 2 oz. bottle 
gk wnt wicohol, the woed alechol should 
be marked PODSON, and kept out of 
harins way. Mix the shellac, and aleoho! 
thoroughly, or until shellac is dissoveled. 
Apply with a brush on basket, inside, and 
out about 4 coats. Next take your brown 
carriage paint, and paint 1 coat outside of, 
and handles of basket. When dry give 2 
more coats. Next take your green carriage 
paint, and paint inside of basket also 3 
coats. Fig. 1 shows a few of the many 
pretty pictures, which can be painted on 
paper mache baskets. Let each coat of 
paint dry before applying another. 

Be sure, and make basket smooth, with 
your wood file, and knife, after it is dry, 
and before painting it. BEFORE you 
PAINT, READ THIS. Always remove 
all dust before painting. Stop upall holes, 
wad cracks with paper mache. Don’t fail 
to thoroughly stir every can with a bread 
paddle. Don’t spread paint teo thickly, 
brush it out well. Use pure linseed oil for 
thinning paint, turpentine can also be 
used. Use paint in natural thickness for 
second, and third coat work. You can use 
artist’s oil-color paints, if you prefer to 
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paint baske'. When paint is dry, basket is 
fnished. tis called a simple, or round 
basket, and can be used for a pin tray, or- 
nament for bureau, to keep collar buttons 
in, jewelry. ete. 


_' 


HOW TO KAKE A FLAT BASKET. 


The making of a flat basket is cxactly 
nade as a simple basket, only you use & 
china plate, ora china saucer, for the mold, 
aad the st'ck used for making the handles 
-hould be a little bit longer. Paint any 
color that. vca LiKe. 


HOW TC MAKE A SQUARE BASKET. 


The making ofa square basket is made also 
ast simple iia«ket, only you use a square 
wooden, or tiu box, the sides about 1 inch 
high, or hicher if you prefer. Next lay a 
narrow ribbon, or a thin strap in inside of 
vox from t side to another, being well 
vreased with tallow. Let stand until per- 
fectly dry. Bo not remove from mold im 
days, When dry, take bold each end of 
ribbon, or strap, and pull bucket gently 
‘rom bex. Smearuperack left by strap, 
orribbon, with paper mache, using aicnife 
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to apply sume. Whendry, make smooth, 
paint. and basket is finished. Long,or 
Mav baskets can be easily made by usinga 
lone, common tin can for the mold. — Oval 
paskets can be made, hy using a common 
china bowl, ordinary size. for the mold. 

A SUBSTITUTE FOR FAFER MACHE, 


Simply use plaster paris, mixed with bot 
r © c 
glue. This becomes very hard, and ts not 
xO hard to make as paper mache, and it can 
be used fer many things, that paper mache 
is used for. 
DIFFERNT KINDS OF PRETTY 2ASKETS. 


‘You can make many kinds of pretty bas- 
kets, by using differnt molds. Patty cake 
pans, assorted, and tintart pans are good 
molds, to make small pre‘ty baskets. The 
above can also be filled up solid with paper 
inache, and removed whendry, thus mak- 
lag very fine paper weigh's. Donut cut- 
ters, and card party cake cutters, [see ill- 
ustration ] make also good molds for paper 
weights. Animal cake cut'ers, a<sorted 
ina e good molds fcr paper mache animals. 
The above articles can be obtained. fer a 
small sum at arehab!e tin-ware dew'er. 

[f you wantto make the above, smear a 
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which vou desire. There are macy colors 
of dyed raffia such as dark red, lylt red, 
pink, irish green, br own, vetlow, black. ete. 
Reeds, only come in | color, white. Raffia 
and reeds can be obtuined at a reliable seed 
store, or basket factory. All raffia should 
he soaked in water before using. 


HANDLES, MACE OF RAFTIA, AND REEDS. 


Pretty handles can be made from raffta, 
and reeds, for paper mache baskets. Fig. 
2 shows a handle made of 2 strands of raf- 
fia twisted togeather. Fig. 3, and 4, are 
hand'es made of reeds. Fig. 5, shows a 
handle made of 2 strands of raffia twisted 
togeather.(you can use more strands if you 
prefer) Fig. 6, and 7, are fancy knots made 
of raffia, and can be used for handles, ete. 
Fig. 10, showsa pretty kaot, which can be 
used forhandiles, etc. Fig. 11, shows a 
hand'e, made of 2 strands of raffia twisted 
toverther, and tied at theends. Insert the 
above handles in top.of the sides, of paper 
inache baskets, when basket is yet wet. 


HOW TO MAKE TOPS OF BASKETS, PRETTY. 


Pig. 8, shows a pretty way to decorate 
tops of baskets. The 4 upriyht lines rep- 
resent 4 pieces of reeds,which should Le 
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inserted in top of basket when it is yet wet. 
The 3 lines across, represent 3 strands of 
raffia, which shouid be braded between 
the reeds, when basket isdry. Fig. 12, 15 
and 14, show 3 differnt styles to decorate 
tops of sides of paper mache baskets. The 
heavy upright lines, shown in the illustra- 
tions, represent reed:, and the lines runn- 
ing across, represent raffia. Paint the 
reeds any color you like. For small baskets 
the reeds should extend about 4 in. above 
top of basket. For large waste paper bas-. 
kets, the reeds should extend about 2 in. 
above top. 


COVERS, FOR PAPER MACHE BASKETS. 


Covers are made as stated in making paper 
weights, out of athick sheet of wet paper 
mache, only you use your knife to cut out 
the cover, the exact size to fit your basket. 
¥ig. 9, shows a cover made of paper mache 
for a common basket, that has no handles. 

The large hole shown in the center can be 
cutin witha knife. The large hole is used 
tor a handle, of cover and should bea little 
hit larger than vour finger. The small 
holes shown, can be cut cut with a no. 4, 
helt punch, which can be obtained ata 
reliable hard-ware store. Fig. 10, 16,17, 


< 
ae 

oe = hay w,.£33 
2% 


Sie 


Out Ime of 4 card party cake cutters. 
Fig. 19 


Wig. 20 Fig. 21 
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and 18, show 4 paper mache basket covers, 
for baskets that have handles. The lines 
shownin the middleof the covers, in the 
illustrations represent pieces of reeds, and 
are used for handles, of covers. Lnsert the 
yeces of reeds, when the cover is yet. wet. 
ie. 20, shows a paper mache basket cover 
for a square basket, with hand’es. Fig. 21, 
shows a cover fora fancy shape basket. 
Make the above covers as stated in making 
covers for baskets, without hand'es, see 
Mig.9. Youcan make a pretty cover, by 
using a common saucer for the mold, exact 
size as top of hasket. When ever is finish- 
ed, set on basket, bottom side up. 
MAKE MONEY, MAKING BASKETS AT HOME. 


You can start a sma!l basket factory, at 
home, and sell your ware to your friends at 
a good profit. The point to remember is: 
follow the directions carefully, that are 
given in this book, and you cannot fail. 
You ean charge what you like for the bas- 
kets. 


i MISCELLANEOUS, *- 


feu a ae Tings By CH cing aes. 
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ow to enilect turtle. and torteise 
shells The shells of turtles. and 
f tortoire are very nice for ornam- 
Pents. Ifyou want a tortoise shel 
youecaneasily catch the tortoixe, im the 
summer time, in the country, because they 
are easily canght. Abcut the Lest way to 
eveh aturtie isteseine it. Put the turtie, 
or the tortoive either one you have in front 
of you on its back, and with accmmon ¢ar- 
denrake strike the turtle, or the FOIE >, 
with thines cfrake co carapex, being care- 
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ful not to cut the shell of the turtle, with 
the thines of the rake, where the heart is 
situated, alittle wavs above midd!e of car- 
apex, below the neck. In afew minutes it 
will end all pain, doit quick because you 
must never buise dumb animals. When it 
is beyond all pain, take a sharp pecket - 
knife, and cut out all of the fesh, and 
bones, that has to come off After you 
have dove-this, lay the shell for about 3 
days on some out-shed, where the sun can 
have free access toit. Thea cut outall of 
the dried flesh, which hax remained after 
the first cutting. The shell is now cleaned. 
Smear the inside of the shell, nearly 4 
inch thick with paper mache, with your 
pocket knife. Ifyou prefer, you can use 
plaster paris mixed with water, applying 
it when itis about as thick as butter. Be 
sure, and make inside of shell smooth. 

Leavedry thoroughly, which will take 
wbont 10 days. When dry, paint the plas- 
ter paris, or paper mache seme pretty color 
wh'eh you prefer. (red is a pretty color) 
(rive the plaster paris, or the paper mache 
2cr3 coats of paint, leave the first coat 
drv before applying another. When the 
paint is thoroughly dry, scratch with a 
commoa nai, threugh the paint into the 
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plaster paris, or paper mache, first: The 
kind ef turtle. Second: What date you 
killed theturtle. Third: At what place. 
Thatis all that is needed. If you don’t 
want to hang it up in your cabinet, it is 
then complete. Ifyou want to hang it up 
bere asmall hole in front cf shell, where 
the head was situated, when the turtle was 
alive. You can bore the hole, witha com- 
mon brace, and bit. Put «small wire ring, 
through the hole, and then it is ready to 
hangup. The sheil well repays the labor 
of c‘eaning, etc. because it locks very pret- 
ty inany crbinet. 
HOW TO TAKE LBAF 2HOTOGRAPHS 


A pretty amnsemeat for both boys, and 
piris, ig the taking of leaf photographs. 

The processis: Obtain at your drug store 
an ounce of B:chromate of Pota stu, tn 
powder form. Putitintoa pint bottle ef 
water. When the powder becomes satura- 
ted—that is, the water is dissolved as much 
as it will- pour off semeof the liquid mio 
# common china d'xh; on this liquid floata 
diece of ordinary, white writing paper t Hi 
itis thorou;h’y moistened Ly the liquid, 
then let it dry in the dark. The paper 
» headry, should bea bright yellow. The 
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bottle, containing the liquid should be 
marked, POISON, and kept out of harms 
way. Onthe paper lay your leaf, and un- 
les the paper lay a piece of black soft cloth 
aod a few sheets of paper. = Next obtain 
from arehable jewelry stere a photograph- . 
cr’s printing frame, size 4 by 5 in. which 
would cost about 20 cents. Next put your 
leaf, cloth, and sheets of paper in printing 
frame, so the leaf faces the glass of frame, 
and the yellow sheet of paper next, and the 
black cloth next, ‘and a few sheets of paper 
underall. Tightenthesprings in back of 
printing frame, and expoxe to a bright sun, 
“0 that the rays fall on it perpend cular. 
[nashorttimeit will.turn brown; but it 
requires from | to several hours to preduce 
a perfect prin‘. Whenthe pic ureis da: k 
enough, take it from the frame, and put it 
into clear water, wh'ch must be changed 
every few minute: until the yellow part 
hecomes white. Follow the abeve direc- 
tions carefully, and yeu cannot fail. 


HOW TO MAKE ARTIFICIAL MARBLE. 


Artificial marble makes gocd paper weigh- 
ts ete. Mix plaster paris, with alum, bake 
itin an oven, and then grind it to a pewd- 


er. Tnusing, mix with water. 
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